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Description 

BACKGROUND OF THE liyiVENTIOiSi 

1 . Field of the Invention 

[0001] The present invention relates to synthetic resin 
connpositions. More particularly, the present invention 
relates to synthetic resin compositions that can be mold- 
ed into articles that generate less noise in use. 

2. Description of the Related Art 

[0002] In the fields of office automation ("OA") ma- 
chines, automobile parts, and machinery, there has 
t>een progress in the use of resin for parts such as 
wheels, cams, and bearings by employing engineering 
plastics, such as polyacetal and the like. The use of 
these resins has greatly contributed to reducing the 
manufacturing costs of articles produced from them. 
[0003] Unfortunately, in many cases, particularly 
where the molded parts are required to slide against oth- 
er parts during use. noise is generated. Attempts have 
been made to reduce this high noise level by reducing 
the modulus of elasticity of the resin itself, for example, 
by applying grease to the resin. This solution, however, 
has been unsatisfactory. It has been found that the ap- 
plied grease can, in use. spatter to the sun'ounding 
mechanisms, adversely affecting their physical proper- 
ties. In addition, other problems may arise, such as an 
increase in torque, a reduction in strength, and a general 
lowering of efficiency. 

[0004] Another cause of noise in engineering plastics 
is the "stick-slip phenomenon." When one surface is 
pressed against another surface with a normal force, n. 
and another force is applied that causes the one surface 
to slide across another surface, a drag force can be 
measured that is parallel to the surfaces and in a direc- 
tion opposite to the applied force. This kinetic drag force, 
f|(, is called a dynamic friction force or kinetic friction 
force and is related to the magnitude of the normal force 
by a dynamic frfction coefficient, ^D(Vg). The dynamic 
friction coefficient, nD(Vs), depends upon the sliding 
speed, Vg and the surface characteristics of each of the 
materials in contact with each other If |.tD is known for 
a particular v^, then the dynamic friction coefficient is 
determined by the following fonmula: fn = nD • n, where 
is the dynamic friction force and n is the normal force 
pressing the surfaces together. Thus, may be meas- 
ured by determining the ratio f,^/n. 
[0005] Generally, the dynamic friction force and the 
coefficient of dynamic friction approach a constant value 
as the sliding speed, v^. approaches a high velocity for 
example greater than 1 meter per second (m/s). Thus, 
at high velocities the coefficient of dynamic friction is in- 
dopendenl of the sliding speed, v^ However hi low slid- 
ing speed. Vy. the coefficient of dynamic friction. uD. is 
speed dependent, ryplcally the dynamic Iriclion loicc. 



f^, approaches a maximum as the sliding speed, Vg, ap- 
proaches 0. When the sliding speed, Vg, is 0, then the 
two surfaces are at rest with each other, and the meas- 
ured friction force is defined as a static friction force. The 
5 maximum static friction force, t^^^, occurs immediately 
prior to the onset of sliding. A large difference between 
the maximum statfc friction force, f^ax, at V3 = 0 and the 
dynamic static force at a high sliding speed, fK{Vs = 4), 
results in stick-slip behavior. A large difference between 
^inax W^s = ^) results in stick-slip behavior that caus- 
es excessive noise in mechanical devices that use the 
material. Thus, it Is desirable to have a material with little 
or no stick-slip behavior. 

[0006] The stick-slip phenomenon may be under- 
15 stood by a perusal of Figures 1 and 2 which show a de- 
vice used for placing a certain load W at a tip 2* of a stick 
2. Sttek 2 is held by a bearing 4 in a freely rotatable fash- 
ion on a disc 1 made of the t'iStirtg^m.atgrial. A sprihg*3 
is fixed at the intermediate part of stick.2. Ot^kJ is ro- 
20 tated in the. direction indicated by the arrow mark by 
mear)S of a driving.device,5. . * 
[0007] When the rotation of disk 1 is started by driving 
device 5. stick 2 shifts from its static position A° to A^ 
where a balance is stmck with spring 3, thereby achiev- 
es ing a stable state because of the difference between the 
static friction coefficient :S and the dynamic friction 
coefficient iq on the contact surface betyveen disk 1 and 
tip 2' of stbk 2. Where the difference between the static 
friction coefficient :s and the dynamic friction 
30 coefficient :q Is large, a strain greater than the normal 
value Is applied to spring 3, whereupon A^ is exceeded 
and A^ is reached. The stick is then displaced to position 
A'^ and brought back to A^ by the restordtivi foi^ce of 
the spring. 

35 [OQOB] If, In this state, disk 1 is caiis^dtb contihue ro- 
tating, stick 2 will repeat the same, action between A'^ 
fiP, and A2. As a consequence, the stick will start vibrat- 
ing, thereby generating noise. 

[0009] Tnui, the stick-slip phenomenon is created by 
"to the dlffero^ce between the static friction coefficient :s 
and the c .-iamie friction- coeffrci#ht :t5--vyh6n a resin 
compositic'i having a large-differenQe is mglided into a 
machine ei ment. the stick slip' pftenbrne'npi^^^ 
fested as nc ss in a machine ctevice U^ifi^ 
-^5 element. 

[0010] Thus there is a need for a resin composition 
that can be molded into useful parts that .inherently wjU 
produce little or no noise in use. 

so SUMMARY OF THE INVENTION 

[0011] The present invention relates to a synthetic 
resin composition^ for preventing noise in finished paris 
molded from the composition. The materials have a 
55 small difference between their static friction 
coefficient. and their dynamic friction coefficient, q. 
This substrinlially reduces the "stick-slip phenomenon", 
which IS the source of noise in engineering plastics, such 



3 



EP 1 344 791 A1 



4 



as polyacetal and the like. 

[0012] More particularly, the present invention is di- 
rected to a low noise composition comprising fine parti- 
cles of RBC or CRBC uniformly dispersed in a synthetic 
resin. 

[0013] In an alternative embodiment, the present in- 
vention is directed to an article of manufacture compris- 
ing a molded low noise synthetic resin composition com- 
prising fine particles of RBC or CRBC uniformly dis- 
persed in a synthetic resin. 

[0014] Other features and advantages of the present 
invention will become apparent from the following de- 
scription of the preferred embodiments. 

BRIEF DESCRIPTION OF THE DRAWINGS 

[0015] Figure 1 is an oblique view of the equipment 
for measuring the stick-slip phenomenon. 
[001 6] Figure 2 is a cross section of the equipment for 
measuring the stick-slip phenomenon. 
[0017] Figure 3 is a graph depicting the friction char- 
acteristics of a polyacetal molded product ("RBC/ 
POM"). 

[0018] Figure 4 is a graph depicting the friction char- 
acteristics of a polyamide (nylon 66) molded product 
("RBC/PA66-). 

[0019] Figure 5 is a graph depicting the friction char- 
acteristics of a polyamide (nylon 66) molded product 
containing glass fibers ("RBC/GF23PA66''). 
[0020] Figure 6 is a graph depicting the frction char- 
acteristtes of a polyamide (nylon 11) molded product 
rCRBC/PAII"). 

[0021] Figure 7 is a graph depicting the friction char- 
acteristics of a polybutylene terephthalate molded prod- 
uct ("CRBC/PBr). 

[0022] Figure 8 is a graph depicting the friction char- 
acteristtes of a polypropylene molded product ("CRBC/ 
PP"). 

DESCRIPTION OF THE PREFERRED 
EMBODiWIENTS 

[0023] In accordance with the present invention, fine 
particles of a rice bran ceramic ("RBC") or a carbonized 
rice bran ceramic ("CRBC") are uniformly dispersed in 
ri synthetic resin to provide a low noise composition. 
RBC and CRBC are advantageous because they pos- 
sess the following qualities: 

1 I hoy arc very hard: 

;^ when Uioy arc made into grnins. their shapo is 
jiroguUr 

3 ihori CKp.mr.ion cocfficicnl is oxlHirnGly snirtll; 
A I hoy r*fo clofTlncally i;onriuc:iivo 



5. their specific gravity is low and they are light and 
porous; 

6. their friction coefficient is extremely small; and 

7. their resistance to friction is superior. 
Moreover, because the materials are rice bran, 
there is no adverse effect upon the earth's environ- 
ment and they serve to preserve natural resources. 

[0024] To produce RBC or CRBC, rice bran is prefer- 
ably used as a starting material because of its low cost. 
Large quantities are produced as a by-product of other 
processes, e.g., about 900,000 tons per year in Japan 
alone and 33.000.000 tons per year throughout the 
world. 

[0025] RBC is a carbon material made, for example, 
by mixing and kneading a de-fatted rice bran (de-fatted 
bran obtained from rice) with a thermally hardening or 
thermosetting resin, molding a product from the mixture, 
drying it. and then firing the dried molded product in an 
inert gas atmosphere, e.g.. sintering. See Kazuo Hok- 
kirigawa, Kino Zairyo "Functional Materials", Vol. 17, 
No. 5. pp. 24-2B (May 1997). 

[0026] Preferably, the thennosetting resin that is 
mixed with the de-fatted rice bran should be any resin 
that is heat hardened or cured by heating. Preferred res- 
ins include, but are not limited to, phenolics. diary I 
phthalate resins, unsaturated polyester resins, epoxies, 
polyimldes. triazine resins and the like. Phenolic resins, 
e.g., resols, are especially preferred. 
[0027] The mixing ratio of de-fatted rice bran to the 
thennosetting resin should be in the range from about 
50 to 90:50 to 1 0 (about 50:50 to about 90:10) by weight. 
A ratio of about 75:25 is especially preferred. 
[0028] CRBC is a carbon material also obtained from 
defatted rice bran and a thennosetting resin, bus is an 
improvement over RBC. To prepare a CRBC, for exam- 
ple, the de-fatted rice bran and the thennosetting resin 
are mixed, kneaded, and then first fired in an inert gas 
atmosphere at a temperature in the range of about 
700''C to lOOC'C, e.g.. sintered. Ordinarily, the mixture 
is fired in a rotary kiln for a period of about 40 to about 
120 minutes. The resulting material is then pulverized 
(crushed) into to less than about 1 00 mesh to fonn car- 
bonized powder. 

[0029] The carbonized powder is then mixed with a 
thermosetting resin, which may be. but is not necessar- 
ily, the same as that employed with the de-fatled rice 
bran, and kneaded. This product is then molded under 
pressure in the range of about 20 Mpa to 30 Mpa. The 
molded product is once again heat treated in an ineri 
gas atmosphere ai a temperature in the range from 
about 100^' lo 1100"C. e g., sintered, thereby obtaining 
a black rosin or porous CRBC ceramic 
[0030] According lo the present invention (ino pani- 
cles of RBC or CRBC f\rc mixed with a synthetic resin 
lo form a synlhclic icsin composite having unique and 
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useful friction characlerislics. Preferably, the RBC or 
CRBC constitutes about 30-70% by weight of the entire 
synthetic resin composite. Preferably, the weight ratio 
of the RBC or CRBC particles to the synthetic resin is 
about 30 to 90:70 to 10 (about 30:70 to about 90:10). s 
[0031] In a preferred embodiment, the RBC or CRBC 
particles are uniformly dispersed In a synthetic resin. 
The fine particles are unifonmty dispersed by mixing 
them with the synthetic resin at or near the resin's fusion 
point, followed by kneading. As a result of the unifonm io 
dispersal, and especially when the weight ratio of the 
particles to the synthetic resin is about 30 to 90:70 to 1 0 
(about 30:70 to about 90: 1 0) , the difference between the 
static friction coefficient :S and the dynamic friction 
coefficient :q on the surface of an article molded from '5 
the composition is reduced. 

[0032] In a preferred embodiment, the RBC or CRBC 
should have a mean particle size of about 300 :m or 
less, preferably a mean particle size of about 20-150 : 
m. It has been found that a synthetic resin composite of 20 
the present invention including fine particles of RBC or 
CRBC, results in a composition that has surface char- 
acteristics that make the composition particularly suita- 
ble for use in low noise applications. 
[0033] Preferably, the synthetic resins that are mixed 25 
with the RBC or CRBC are thermoplastic resins. Exam- 
ples of these resins include, but are not limited to, poly- 
acetal, polyamide, polyester, polyolefins, and the like. 
POM (polyacetal, i.e., polyoxymethylene), nylon 66 (poi- 
yhexamethylene adipamide), nylon 6 (polycaQramide). 30 
nylon 11 (polyundecanamide). nylon 12. polybutylehe 
terephthalate, polyethylene teraphthalate, polypropyl- 
ene, polyethylene, and other thermoplastic resins are 
prefen-ed. Among these. POM, nylon 66, nylon 1 1 . poly- 
butylene terephthalate. polypropylene, and the like are 25 
more preferred. These thermoplastic resins can be used 
either alone or in combination. 
[0034] The themioplastk: resin or resins can be used 
in combination with one or more thennosetting resins. 
As stated above, the thennosetting resins that can be ^0 
used in the present invention include, but are not limited 
to, phenolics, diaryl phthalate resins, unsaturated poly- 
ester resins, epoxies. polyimides, triazine resins sys- 
tem, and the like. 

[0035] In a preferred embodiment, the RBC or CRBC 45 

should constitute about 30-70% by weight of the syn- 
thetic composition. For example, the weight ratio of the 
fine particles of RBC or CRBC to the synthetic resin 
should be about 30 to 90:70 to 10. It has been lound 
that if the synthetic resin exceeds about 70 weight per so 
ccnr the difforcnco between ihe sialic friction 
coefficionl ^ and (he dynamic friction coefficient :D be- 
comes too iHige. On the olhor hand, if it is less lh.Mn 
about 10 weight por cent, molding becomes difficult 
[0036] The low noise synthetic resin composition ol 
the pro,=;oMl invcniion can be molded into any given 
shHpo by riny ol the known methods Preferably, the 
molded fiornposilions wa used in the manufHClurc of 



machine elements, such as, for example, screws, bear- 
ings, axial relays, cam mechanisms, cylinders and pis- 
tons, wheets. belts and pulleys, chains and sprockets, 
valves and tubes, and the like. 
[0037] Preferably, molding is carried out by extrusion 
molding, injection molding or by any of the known meth- 
ods. Preferably, the temperature of the mold should be 
relatively low, preferably in the range between the glass 
transition point of the synthetic resin and its fusion point. 
It is also prefen^ed that the mold be cooled gradually 
rather than suddenly, which wiU norrnally provide a 
molded product having superior surface conditions. 
[0038] In a preferred emt>odlnrient, the strength of the 
molded product can be increased by adding inorgank: 
fibers, such as glass fiber, rock wool, carbon fibers, and 
the like; synthetic fibers, such as polyester, rayon, pol- 
yvinyl ak:ohot, polyamide, polyolefin. acrylic, and the 
like; or natural pulp fibers, such as wood pulp, Manila 
hemp, and the like. 

[0039] The advantages and the important features of 
the present invention wilt become more apparent from 
Examples 1-9 set forth below and Figures 3-8. 

Examples 

[0040] Examples 1 -9 Include materials made with and 
without RBC or CRBC as an additive. The friction char- 
acteristics of each of the examples was then measured, 
and the examples without RBC or CRBC as additives 
were compared to examples with H6C or CRBC as an 
additive. 

[0041] Figures 3-8 each show the dynamk: friction co- 
efficient, tiQversus the slide speed, Vg, for Examples 1 -9 
(materials with and without RBC or CRBC particulate 
additives). Measurements were made 6f the dynamic 
coefficient of friction, over a ran^ of sliding speeds, 
Vg, from 0.001 m/s to 1 .0 m/s for various materials, e.g., 
in the range of 0.001 -.01 m/s and 0.1 — 1 m/s. A normal 
force, n, of 0.49 Newtons (N) was applied, pressing a 
SUJ ball with a diameter of 2 millimeters (mm) into con- 
tact with the surface of a specimen. 
[0042] A reciprocating friction test apparatus was 
used to measure the dynamic friction force for sliding 
speeds in the range from 0.001 m/s to 0.01 m/s, and a 
rotary friction test apparatus was used to measure the 
dynamic friction force, fk, at higher velocities from 0.1 
m/s to 1 m/s. In the case of the reciprocating friction test, 
the reciprocating amn repeated 1000 strokes and the 
stroke distance was 5 mm. which was a distance suffi- 
cient to reach a steady measurement of the dynamic 
friction force, f,^. which was used to calculate |.iq. 
[0043] As shown below, the specimens were pre- 
pared by injecting heated materials into a metal mould 
to produce a circular specimen with a diameter of 50 
mm and a thickness of 3 mm The injection temperature 
vaiied. depending on the compositions of the materials 
used in each ol the examples, as noted below. An ester 
lubricating oil was applied to surface of the matona! prior 
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to each test. 

[0044] Rgures 3-8 demonstrate tlial the materials 
without RBC or CRBC particulate additives shovy stick- 
slip behavior, and the materials with RBC or CRBC pdr- 
tfculate additives show llttte or no stick-stip behavior, tn- 
stead. materials with R8C orCRBG particulate additives 
show a nearly constant dynamic f notion cpeJ(icienl, :D, 
over" the full^range of slide speecfejtested, everVat sliding 
.speeds.as loV as?b bdt m/sr-^^^ the^sp^incT^xam- - 
pies descnbed-^elow indfc&te ifiat hialena^^ RBC 
()r cHbQ paftJCMlat^ad^i\feff%^^ 
tor, avoidingTthdg6net$tl6r^ o^^^ v - . -v^ 

, : . ^xamplfef- T:^ \: y " ■ i .v ' 

Prep'kralion^ot Ffjfe ^ine^.^f^^fes^. * 



[0051] The mixture was fired at 1 ,000*'C for 1 20 min- 
utes in a rotary kiln in a nitrogen atmosphere. The re- 
sulting carbonized, product was sifted through a 
170Hmesh sieve yielding BBC particles having a mean 
particle size in the range of from 145 to 155 :m. 

Preparation of Mixture of Fine RBC Particles and 
SynthetgBesiri 

200. grafT\s i' 
eremiiegaprf^ 




[QO'491 The Vesijirs.ar^'shlDWn itt Figuro 3; * 

Ex' arnpt o?. r . ^ .- Z - - 

Pregnraliorv of Fjnc^RBC PHilickjs 

[0050] De-fattod nee bian in iho amouni ol 7i-i Kilo- 
gr.imsand 2hkifoijrfiMis of a lu;[uitlphent>lir rusin {res(»l) 
wiirn n^nrcd and kiiOfuJed while bcinc) hoalod r\l 
50-fi(VG A ptastir: mixluiG Itavinc} unilorrn qualily wns 
vjbifimcd 



fO058] . 1 he above rcsin composition, healed at n tern * 
peraluio of 270*^0- was iniccted into a moial. tiiold." 
(130 150''C) to produce lest pieces 3 mMlunetnis thick 
and hO millimelcis in dif^meter 



9 



EP t 344 791 



10 



Measurement of Friction Characteristics 
[0059] The results are shown in Figure 4. 
Example 4 

Preparation of a Mixture of Fine RBC Particles and 
Synthetic Resin 

[0060] RBC particles in the annount of 300 grams ob- 
tained in Example 3 having a mean particle size of about 
150:m and 700 grams of polyamide (nylon 66) pellets 
were mixed and kneaded while being heated at 
260-2B0'C. 

I^oldinq of Test Pieces 

[0061] The above resin composition, heated at 
270*C, was injected into a metal mold (IIO-ISCC) to 
produce test pieces 3 millinneters thick and 50 mitllme- 
iers in diameter. 

Measurement of Friction Characterlsttes 
[0062] The results are shown in Figure 4. 
Example 5 

Preparation of Mixture of RBC Fine Particies and 
Synthetic Resin 

[0063] RBC particles from Example 1 in the amount 
of 300 grams having a nnean particle size of 1 50 .m, and 
700 grams of polyamide (nylon 66) pellets were mixed 
and kneaded while being heated at 260-2B0*'C. A plastic 
mixture of uniform quality was obtained. 

Molding of Test Pieces 

[0064] The above resin composition , heated at a tem- 
perature of 270°C. was injected into a metal mold 
(130-140°C) to produce a test piece 3 millimeters thick 

and 50 millimeters in diameter. 

Measurement of Friction Characteristics 
[0065] The results arc shown in Figure 4. 
E xample 6 

[^ reparation of (\/ li?<[tifc ol Fine RB C P rtrlicles and 
KIEL'S: Rosin 

{008S) F-{f3C p;ii lidos Irom t'KainpIc ? in Ihc? MnionnI 
(j| 300 i]j.Hns liHviiUj ;i imohm parhcki si/c ol 150 ni fHitl 
ZOO ciMins ol poly.iMiiiJo (nylon 66) poKols ;niKC(J 
incl kf>c;-uJcfi wfiilo being hofUod al P60 PRO 'C As rj n; 
suit A pl.'Uilit: niixliiio of unifonn qiirility w;)S oblninod 



[0067) Next. 1 00 grams of glass fiber were mixed in. 
The mixing was continued for a sufffcient time until uni- 
formity was obtained. 

5 Molding of Test Pieces 

[0068] The above resin composition , heated at a tem- 
perature of 270** C, was injected into a metal mold 
{130-140'*C) to produce test pieces 3 millimeters thick 
'0 and 50 millimeters in diameter. 

Measurement of Friction Characteristics 

[0069] The results are shown in Figure 5. 

15 

Example 7 

Preparation of Fine CRBC Particles 

20 [0070] De-fatted rice bran in the amount of 75 kilo- 
grams and 25 kilograms of liquid phenolic resin (resol) 
were mixed and kneaded at SO-eO^C. A plastic mixture 
of unifonn quality was obtained. 
[0071] The mixture was fired at 900**C for 1 00 minutes 

25 in a rotary kiln In a nitrogen atmosphere. The resulting 
carbonized product was crushed with a pulverizer and 
sifted through a 100-mesh sieve yielding RBC particles 
having a mean particle size in the range of 240 to 260 : 
m. . 

30 [0072] RBC particles in the amount of 75 kilograms 
and 50 kilograms of a solid phenolic resin (resol) were 
mixed and kneaded while being heated at SO-eo^C. A 
plastic mixture of unifonm quality was obtained. 
[0073] Next, the plastic mixture was molded under a 

35 pressure of 22 Mpa into a globular shape whose diam- 
eter was approximately 1 centimeter. The temperature 
of the metal mold was 1 50**C. 

[0074] The molded product was taken out of the metal 
mold, and the temperature was elevated at a rate of 2** 

^0 c per minute, until SOO'C was reached. The tempera- 
lure was held for 60 minutes at 500'C, and then firing 
was carried out at 900**C for approximately 1 20 minutes. 
[0075] Next, the temperature was lowered at a cooling 
rate of 2 to per minute until 500'»C was reached. 

^5 Below 500*C, it was left to cool naturally. 

[0076] The resulting CRBC product was crushed with 
a pulverizer and, by using a 1 70-mesh sieve, CRBC par- 
ticles having a mean particle size of from 145 to 155 :m 
were obtained. 

no 

Preparation of Mixture ol Fine CRBC Particles an d 
Synthetic Res in 

(0077] CRBC panicles in ihe amount of 600 gramr. 
Jind 400 qratTis of polyarnido (nylon 11) pellets vvcic 
niixod and kneaded while being healed a! 190 .^'OO C 
A pirislic niixluie ol unilorm qurilily was otMaincd 
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- (80-100°C) to produce test, pieces 3 mlllimet(Brs thick 
and 50 millimeters In diarhb^ ■ : . • . 



m 




-§|p4y^V!^^^"f^ IcfephtMate^ Pow|^gV^5p^re rnt^ ^ 
jliixture ot unifonTT qiialt ly w<ts (?blcvr od- ^ ^ * 

i Vlotdin g ol lest pieces - - 

{UOaSj The i)bi)W I osin rrrnTiposiUufv hCrilortiU il loii>. 




The arlicle of rruinufacturB of claim 1. vvfiororn th<X,i. . 
uoniposiUon indudcs abotit .30-70?^^ by wfeicjlil oTi.i^: 
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the at (east one of RBC and CRBC. 

4. The article of manufacture ol claim 1 . wherein the 
weight ratio of the fine particles of the at least one 

of RBC and CRBC to the resin is about 30 to 90:70 5 
to 10. 

5. The article of manufacture of claim 1 , wherein the 
particles include a powder. 

10 

6. The article of manufacture of claim 1 , wherein the 
resin is a thennoptastic resin selected from the 
group consisting of at least one of: pofyacetal. 
polyamide, polyester, and polyolefins. 

15 

7. The article of manufacture of claim 6, wherein the 
themnoplastic resin is selected from the group con- 
sisting of at least one of: potyacetai, nylon 66, nylon 
6, nylon 11. nylon 12. potybutylene terephthalate. 
polyethylene terephthalate, polypropylene, and pol- 20 
yethylene. 



14. The article of marrufacture of claim 12. wherein the 
body includes at least one of a screw, an axial relay, 
a cam mechanism, a cylinder, a piston, a wheel, a 
friction wheel, a belt, a pulley, a chain, a sprocket, 
a valve, and a tube. 

15. The article of manufacture of claim 12. wherein the 
composite material includes about 30-70% by 
weight of the at least one of RBC and CRBC. 

16. The article of manufacture of claim 12, wherein the 
weight ratio of the fine particles to the resin material 
is about 30 to 90:70 to 10. 

17. The article of manufacture of claim 12, wherein the 
resin material is a thermoplastic resin. 

18. The article of manufacture of claim 17, wherein the 
restn is selected from the group consisting of at 
least one of: polyacetal, polyamide, polyester, poly- 
olefins. 



8. The article of manufacture of claim 1, wherein the 
mean particle size of the particles of the at least one 
of RBC and CRBC is about 300 iim or less. 

9. The article of manufacture of claim 7, wherein the 
mean particle size of the particles of the at least one 
of RBC and CRBC is about 20 to 1 50 p.m. 

10. The article of manufacture of claim 1 , further com- 
prising fibers selected from the group consisting of 
at least one of: inorganic fibers , synthetic fibers, and 
natural pulp fibers. 

11. The article of manufacture of claim 1, wherein the 
article is molded into a form selected from the group 
consisting of at least one of: screws, axial relays, 
cam mechanisms, cylinders, pistons, wheels, fric- 
tion wheels, belts, pulleys, chains, sprockets, 
valves, and tubes. 

12. An article of manufacture, comprising: 

a body having a low friction contact surface, at 
least part of the body being formed from a com- 
posite material including. 



19. The article of manufacture of claim 18, wherein the 
resin is selected from the group consisting of at 

25 least one of: polyacetal, nylon 66. nylon 6, nylon 11 . 
nylon 12, poiybutylene terephthalate. polyethylene 
terephthalate, polypropylene, and polyethylene. 

20. The article of manufacture of claim 12. wherein the 
30 mean particle size of the fine particles is about 300 : 

m or less. 

21. The article of manufacture of claim 20, wherein the 
mean particle size of the fine particles is about 20 

35 to 150 ^m. 

22. The article of manufacture of claim 12, further com- 
prising fibers selected from the group consisting of 
at least one of: inorganic fibers, synthetic fibers, and 

^0 natural pulp fibers. 

23. The article of manufacture of claim 22. wherein the 
synthetic fibers are selected from the group consist- 
ing of at least one of: polyester rayon, polyvinyl al- 

^5 cohol. polyamide, polyolefin and acrylic. 

24. The article ol manufacture of claim 22, wherein the 
natural pulp fibers are selected from the group con- 
sisting of: wood pulp and Manila hemp. 

25. The article of manufacture of claim 17. wherein the 
resin malerlal includes a thermosetting resin. 

26. The article of manufacture of claim 25. wherein the 
thermosetting resin is selected from the group con- 
sisting of al least one ol: phenolics draryl phthalalo 
icsins. unsaturated polyesler resins, cpoxies. poly- 
imidcs. and a Iriazinc resins system. 



fine particles of at least one of RBC and CRBC: 
and 50 

a resin material, wherein the fine particles arc 
dispersed wilhin iho resin material. 

ij. 1 he article of maniifacluro of claim 12 whnioin Ihc 55 
line pniliclos ;iio uniformly dispersed ni Ihc losin 
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27. An apparatus, comprising. 



37. T ho method of claim 31 , wherein the fine panicles 
are uniformly dispersed within the at least one resin 
material. 



. a component, wherein the component has a 
low noisG contnct surface, and at least part of 
the component IS fomied of a composite includ- 
ing a resin and about 30-70% by weight of at 
least one of RBC and CR6c, wherein the at 
least one of RBQ ancT-CRBG.is uniformfy dis- 
persed In the resln^ \ ; - ' ' '^"^ t'^ ~ ^ > >v- . 

i?? :*^*>^ |: 39^ The method o^cJaifjfv31^,whe^^^^ 

28, The appardtu^of clain^27C^Jv|icr^in the rtieacv^iaV*' iW ' * P^^ictes t^^e^T^hma^^ 



5 38. The method of clainr) 3i, wherein the article is onei ^ ^ 
of a sere w». an axial relay, a cann mechantsrri; a. cy!^^- ^. 
inder. a piston»- a .wheel,- a friction wheelj!^ beltjv a*r ''X 
pulley, a cha^n. d^sprockfeti firvajve. ^^^Pf^^0& 




tiQfaSile^flabslit 

iiat t^a^Sn^' 
wh^tel. a belt, 



t 



partsv comprisijig 



34. The method of claim 3 K wherein tha~articlejs. , 
f orrndd by one of extrusion molc^inq.anq. injectfonr / : . 




mofding * - h > . - 

36- 1 hG method of claw CV!-.^wherehfrhonio|dmg tnKc$ 
place fit f I temperatiiro between the qlass'lraniition ■ - 
tcmperiiiurf> and the mt:llmg;ten)peraUn<5";Q.f Iheai;,. 
Icfist oDu rcsni fruilortal ' 
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jr. 1 hf» mothoci of cl.'um 1< 1 Utilhor rompusinqllu'! slop 
(jI. coolinc) !ho ailiolo gunJiriiHy. 
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